ANION EXCHANGER « PROCESS FOR PRODUCING SAME, AND ITS USE 



— This Invention relates to an anion exchanger, a packing 
Jer chromatography comprleed of the anion exchanger , and a column 
for chromatography packed with the packing. 
(2) Description of the Related Art 

Fine particles having an anion exchanging group are widely 
used In the field of liquid chromatography for analyzing , or 
separating or Isolating , for example « amino acids, peptide, 
protein, nucleic acids and saccharides. 

An anion exchanger of a fine particle f om Is generally 
produced by Introducing an anion exchanging group by allowing 
the anion exchanging group to bind directly to a functional group 
present on the surface of the fine particle. More specifically, 
methods are known wherein a functional group such as a hydroxyl, 
epoxy or haloalkyl group Is Introduced onto the surface of a 
fine particle, and then an anion exchemglng nitrogen compound 
Is allowed to react directly with the functional group on the 
particle surface whereby an anion exchanging group Is Introduced 
In the fine particle. The fine particles used Include, for 
example, crossllnked fine particles of ^polysaccharides such as 
cellulose, agarose and dextran, fine particles of inorganic 
materials such as silica gel, alumina and zeolites, and fine 
particles of organic polymeric materials such as an acrylic 
polymer and a styrene polymer. Capacity for analysis or 
separation of the anion exchanger, naxciely, capacity for keeping 
a sample to be analyzed or separated on the surface of the anion 
exchanger comprised of a fine particle having an anion exchanging 
group having introduced on the surface thereof, is principally 
determined by area of the surface of fine particle ( in the case 
of a fine puticle having micropores , the capacity for analysis 
and separation is determined by the diameter of micropores and 




BACKGROUND OF THE INVENTION 
^ (1) Field of the Invention 



S3iVlD0SSV?VaiH0fl 




2 




the surface area thereof) • Such anion exchanger l6 
characterized in that, when it is used for liquid chromatography 
for adsorbing a sample to be analyzed or isolated, as a single 
layer on the fine particle surface, it exhibits a high rate of 
adsorption and desorption and gives a sharp pattern of 
separation* 

In recent years, in order to enhance the rate of operation 
for separation of protein or other sample materials to be 
adsorbed, an anion exchanger having an Improved capacity for 
adsorption of protein or the other materials is being developed. 
Atteiqpts are being made for enhancing the adsorption capacity 
of the surface of a fine particle. For example, a process for 
producing an anion exchanger capable of adsorbing a sample to 
form multi- layers of the sample on the surface of a fine particle 
by Introducing a polymer chain having an anion exchanging group 
onto the fine particle surface has been proposed in U.S. Patent 
No. 5,453,186. 

As the method of introducing the polymer chain having an 
anion exchanging group onto a fine particle surface, many 
proposals have been made. For examples, there have been 
proposed ( i ) a method of preparing a polymer having copolymerized 
therein a monomer having a orossllnking functional group, and 
then, allowing the orossllnking functional group introduced in 
the polymer to react with a functional group present on the 
surface of a fine particle to thereby introduce the polymer 
having an anion excheuige group onto the fine particle surface? 
( ii ) a method of graft polymerization, namely, irradiating a fine 
particle surface with radiation to form radical initiating sites , 
or treating a fine particle surface with a cerium salt or a 
manganese salt to form hydroxyl groups as radical initiating 
sites , and then, allowing a polymer chain to grow on each radical 
initiating site; (ill) a method of introducing an unsaturated 
group onto a fine particle surface and then treating the 
unsaturated group- introduced polymer in a monomer solution 
whereby a polymer ohaln derived from the monomer is allowed to 
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grow on the unsaturated group? and (Iv) a method of introducing 
a functional group to a polymer terminal and then the polymer 
16 allowed to react with a functional group present on a fine 
particle surface. 

Among the above-mentioned methods (i) of preparing a 
polymer having copolymerized therein a monomer having a 
orosslinklng functional group, axi(L then, allowing the 
crosslinking functional group introduced in the polymer to react 
with a functional group present on the surface of a fine particle, 
a method of allowing polyamine to react with a functional group 
such as an epoxy group or a halogenated alkyl group present on 
a fine particle surface is widely used as a method of producing 
an anion exchanger because the anion exchanger can be easily 
produced by the fact that the nitrogen atoms in polyamine 
function as csrosslinking sites and simultaneously as an anion 
exchanging group. But« a consideration has not been given for 
enhancement of the adsorption capacity for a sainple to be 
analyzed, isolated or separated. 

The above-mentioned graft polymerization method ( ii ) is 
known as being capable of producing an anion exChemger having 
a large capacity of adsorbing a sample. However, the anion 
exchanger produced by the graft polymerization method has 
straight-* chain polymers on the surface thereof, and therefore, 
when it is used as being packed in a column for liquid 
chromatography, a high operation pressure is required for 
feeding a liquid. Thus, pressure-resistant equipment and pipes 
must be used for liquid chromatography means spanning from a 
liquid*- feed pump to a detector and for paths of flow connecting 
these means each other. Consequently problems arise in that the 
equipment cost increases, a sealing material is readily 
deteriorated and parts must be exchanged with a shortened 
interval of time, and fiirther, liquid leakage tends to occur. 
The liquid flow characteristics are closely related with the 
peirticle diameter of anion exchanger. If the particle diameter 
of anion exchanger is enlarged, the liquid flow characteristics 



5 'd 99£rON 



s3ivioos8v?voiHon ^mi Bm\ tuu 



4 



can be improved « but, the separation capacity of anion exchanger 
as used for liquid chromatography is lowered. To sum up, the 
anion exchanger produced by the graft polymerization method ( ii ) 
cannot be advantageously employed for liquid chromatography for 
which a high adsorption capacity and a high separation capacity 
are required. 

SUMHARY OF THE INVENTION 

In view of the foregoing « an object of the present 
invention is to provide an anion exchanger which is a fine 
particle having a polyamine bound to the surface thereof, and 
exhibits an enhanced adsorption capacity for a sample to be 
analyzed, separated or isolated* 

Another object of the present invention is to provide a 
process for producing an anion exchanger of a fine particle form. 
Which exhibits an enhanced adsorption capacity for a sample to 
be emalyzed, separated or isolated, by binding a polyamine to 
an epoxy group or a halogenated alkyl group or an aldehyde group, 
present on the sxirface of the fine particle. 

Still another object of the present invention is to provide 
a packing for chromatography comprised of an einion exchanger 
exhibiting an enhanced adsorption capacity for a sample to be 
analyzed, separated or isolated. 

A further aspect of the present invention is to provide 
a column for chromatography packed with the above-mentioned 
packing. 

In one aspect of the present invention, there is provided 
an anion exchanger which la a fine particle having bound to the 
surface thereof a polyamine having a number average molecular 
weight of at least 50,000* The fine p£u:tlcle is preferably a 
porous particle having pores having an average diameter of At 
least 150 A . The polyamine is preferably polyethyleneimine and 
is especially preferably bound to the surface of the particle 
through at least one group selected from -CHs-fH-cais-' -CHj- and 

OH 
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-CH-. 

In another aspect of the present invention, there is 
provided a process for producing an anion exchanger of a fine 
particle form comprising the step of binding a polyamine having 
a number average molecular weight of at least 50,000 to at least 
one group selected from the group consisting of an epoxy group, 
a halogenated alkyl group and an aldehyde group, present on the 
surface of a fine particle. Preferably, the binding of the 
polyamine to the fine particle is carried out by placing the 
polyamine in contact with the fine particle which is dispersed 
in an aqueous liquid medium, in the presence of a base* 

In still another aspect of the present invention, there 
is provided a packing for chromatography, which is comprised 
of the above-mentioned polyamine-bound fine particle « 

In a further another aspect of the present invention, there 
is provided a column for chromatography, which is packed with 
the above«mentioned packing « 

BRIEF DESCRIPTION OF THE DRAWING 
Figure 1 Illustrates chromatograms (A), (B) and (C) as 
obtained for separating protein in Example 1, Comparative 
Example 1 and Comparative Example 3, respectively. 

PREFERRED EMBODIMENTS OF THE INVENTION 
The anion exchanger of the present invention is comprised 
of a fine particle having bound to the surface thereof a polyamine 
having a number average molecular weight of at least 50,000. 
The anion exchanger has a large adsorption capacity for a sample 
to be analyzed or separated and, when it is used as a packing 
for liquid chromatography, it exhibits good characteristics for 
liquid passage. Therefore, the particle diameter can be 
rendered smalls and the capacity of separation of a saznple is 
not reduced. Consequently, according to the anion exchanger of 
the present invention, the capacity of adsorption of a sample 
is enhanced, and the rate of adsorption and desorption of a sample 
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is enhancea and a sharp pattern of separation is obtained, whioh 
is in a striking oontraet to the conventional technique* 

The diameter of a fine particle constituting the anion 
exchanger of the present Invention is not particularly limited, 
but is preferably in the range of about 1 urn to about 100 \un 
to obtain a better separation capability When used for liquid 
chromatography • 

The fine particles ueed include organic fine particles 
and inorganic fine particles* The organic fine particles 
Include, for example, those of copolymers of a monofunctlonal 
vinyl monomer with a polyfunctional vinyl monomer, and 
crosslinked polysaccharides. As specific examples of the 
monofunctlonal vinyl monomer, there can be mentioned 
hydroxyalkyl esters of acrylic acid and methacryllc acid, such 
as 2-hydroxyethyl acrylate, 2,3-dihydroxypropyl acrylate, 

2- hydroxyethyl methacrylate and 2,3-dihydroxypropyl 
methacrylate; epoxy group -containing esters of acrylic acid and 
methacryllc acid, such as glyoidyl acrylate and glycidyl 
methacrylate; halogenated alkyl esters of acrylic acid and 
methacryllc acid, such as 3-chloro-2-hydroxypropyl acrylate, 

3- bromopropyl acrylate, 3-chloro-2-hydroxypropyl methacrylate 
and 3-bromopropyl methacrylate; acrylic acid and methacryllc 
acid; alkyl acrylates and alkyl methacrylates , such as methyl 
acrylate, ethyl acrylate, methyl methacrylate and ethyl 
methacrylate; styrene derivatives such as chloromethylstyrene, 
vinylbenzyl alcohol, vinylbenzyl glycidyl ether and 
hydroxys tyrene; and vinyl acetate. As specific examples of the 
polyfunctional vinyl monomer, there can be mentioned polyol 
esters of acrylic acid and methacryllc acid, such as ethylene 
glycol diacrylate, glycerol dlacrylate, ethylene glycol 
dimethacrylate and glycerol dimethacrylate; and divinylbenzene 
and trlallyl isooyanurate. As specific examples of the 
crosslinked polysaccharides, there can be mentioned cellulose, 
agarose, dextran and maxmose. 

As specific examples of the inorganic fine particles, 



8 •() 99£rON 



SBiVIDOSSVWOIHOn 



mm mn 



there can be mentioned silica, zeolite, titanla, aluminum oxide 
and hydroxyapatite. 

The fine particles may be non-porous fine particles , i.e., 
those which do not have pores on the surface thereof, but are 
preferably porous fine particles having pores with an average 
diameter of at least 150 A, more preferably at least 250 A, in 
view of improved adsorption capacity for a sample to be analyzed 
or separated. The upper limit of the average pore diameter is 
not particularly limited, but is usually 0.5 liin. 

The polyamine having a number average molecular weight 
of at least 50,000 to be bound to the above-mentioned fine 
particle surface includes homopolymers of an amino group- 
containing unsaturated monomer and copolymers of two or more 
of such monomers. As specific examples of the polyamine, there 
can be mentioned polyetyleneimine , polyallylamine, and 
homopolymers and copolymers derived from amino group -containing 
unsaturated monomer such as N,N-dimethylamlnopropyl- 
methacrylamide and N.N- dime thylaminoethyl methacrylate . Of 
these, polyethyleneimlne is preferable in view of improved 
properties of the resulting anion exchanger. 

The polyamine is not particularly limited provided that 
it has a number average molecular weight, as measured on 
viscosity, of at least 50.000, but preferably has a number 
average moleoulatr weight in the range of about 50,000 to about 
500 , 000 . When polyamine having a molecular weight of this range 
is introduced onto the fine particle surface having pores exposed 
on the surface thereof, the polyamine easily penetrates into 
the pores and thus a large amount of the polyamine can be bound 
to the fine particle surface with the results that an anion 
exchanger having a more enhanced adsorption capacity can be 
obtained. 

No particular limitation is imposed to the manner in which 
the polyamine is bound to the fine particle surface, provided 
that it is chemically bound. But, the polyamine is preferably 
polyethyleneimlne and especially preferably polyethyleneimlne 
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bound to the fine particle surface through at least one group 
selected from the group consisting of -CH2-C(OH)H-CH2- , -CHj- 
and -CH-. For example, the polyethylene is bound to the surface 
of the particle, in the form represented by the following formula 
(1) or (2)1 

A-CH2-CH-CH2-N-CH2-CH2- ( -NH-CH2-CH2- )„-H (1) 
OH {H2C-CH2-NH-)„-H 

A-CHa-N-aj2-CH3-(-NH-CH2-Cai2-)m-H (2) 
(Ha<i-CH2-NH-)a-H 

wherein A denotes the anion exchanger particle, m is an integer 
of at least 1 and n is an integer of at least 0. It is to be 
noted that the polyethyleneimine chain may have branches each 
extending from a nitrogen atom in the polymer chain. It is 
possible that some branches form crosslinXs between adjacent 
polymer chains . When the polymer chain is bound through a group 
-CHs derived from an aldehyde group, a terminal nitrogen atom 
of the polymer chain is bound to the group -CH->. 

The anion excdianger of the present Invention is prepared 
preferably by a process wherein a polyamine having a molecular 
weight of at least 50,000 is allowed to react with a functional 
group capable of reacting with a tertiary or lower amino group, 
such as an epoxy group or a halogenated alkyl group or an aldehyde 
group, present on the surface of a fine particle. 

As preferable examples of the functional groups capable 
of reacting with a tertiary or lower amino group, there can be 
mentioned an epoxy group, a halogenated alkyl group and an 
€G.dehyde group are preferable because the polyamine can be 
effectively Introduced onto an epoxy group, a halogenated alkyl 
group or an aldehyde group by placing a fine particle having 
these groups in contact with the polyamine in an appropriate 
liquid medium* me halogenated alkyl group is preferably a 
chlorinated, brominated or lodated alkyl group having 1 to 6 
carbon atoms. 

The fine particle having a functional group capable of 
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reacting with a tertiary or lower amino group* suoh as an epoxy 
group or a halogenated alkyl group or an aldehyde group, on the 
surface thereof is known and can be prepared by a conventional 
procedure. An epoxy group, a halogenated alkyl group and an 
aldehyde group can be introduced onto the surface of fine 
particle by treating a fine particle with, for example, 
epichlorohydrin , ethylene glycol diglycidyl ether and 
butanediol diglycidyl ether for an epoxy group; epichlorohydrin 
and 1,3-bromobutane for a halogenated alkyl goups and 
glutaraldehyde for an aldehyde group. 

As the functional group, a single functional group or a 
combination of two or more functional groups may be present on 
the fine particle surface. 

The reaction of the polyaxolne with an epoacy group or .a 
halogenated alkyl group present on the fine particle surface 
is preferably carried out by placing the polyamine in contact 
with the fine particle in an aqueous dispersion under a basic 
condition. This procedure can be easily conducted and the 
production efficiency of the anion exchanger of the present 
invention is high. 

The procedure of placing the polyamine in contact with 
the fine particle in an aqueous dispersion will be more 
specifically descried. First, the fine particle is dispersed 
in an aqueous medium. The aqueous medium is not particularly 
limited provided that it is capable of dissolving the polyamine 
and the fine particle is dispersible in the aqueous medium. Then 
the polyamine is added in the aqueous medium while the aqueous 
medium is stirred under a basic condition. The basic condition 
can be obtained by adding a base such as an caustic alkeO.! or 
a quaternary ammonium confounds such as tetramethylammonium 
hydroxide in an amount such that pH of at least 9 is obtained. 
The reaction of the polyamine with an epoxy group or a halogenated 
alkyl group or an aldehyde group proceeds even at room 
temperature, but is preferably carried out under heated 
conditions. For example, this reaction can be effected to the 
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desired extent by maintaining at about 40^C for about 2 hours. 
Finally the fine partiole is taken out from the aqueous medium 
and then washed to remove unreaoted polyamine. An agueous 
hydroGhlorio acid solution is preferably used for washing. 

The anion exchanger of the present Invention is useful 
as a packing for chromatography. More specifically the anion 
extender is packed in a column made of glass or a metal « and 
the packed column is used in chromatography for emalyzlng* 
separating or isolating anionic protein or other materials. 

The Invention will now be described by the following 
working examples that by no means limit the scope of the 
invention. 

Example I 

A 500 ml three-necked flask is charged with 50 g of porous 
hydrophilic acrylate polymer particles having an average 
partiole diameter of 10 (im and pores with eui average diameter 
of 1,000 A, SO g of pure water and 50 g of epiohlorohydrin. A 
stirrer is equipped with the flask, and the flask was dipped 
in an oil bath maintained at 40**C and the content was gently 
stirred. The above-mentioned porous hydrophilic acrylate 
polymer particles used were taken from a commercially available 
column (tradename "TSK gel Q5000 PWXL" available from Tosoh 
Corporation) . 

Separately, a 200 ml flask was charged with 40 g of sodium 
hydroxide and 60 g of pure water to prepare an aqueous sodium 
hydroxide solution. The aqueous sodium hydroxide solution was 
dropwise added to the above-mentioned content in the 500 ml flask 
over a period of one hour by using Perista pump while being 
stirred. After completion of the dropwise addition of sodium 
hydroxide, the mixture was further stirred for one hour to 
conduct epoxidation of the acrylate polymer particle surface. 
After completion of epoxidation, the fine particles were 
separated by a glass filter and washed with pure water. 

A 300 ml three-necked flask was charged with 50 g of the 
epoxidated fine particles , and then 100 g of pure water was added. 
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and the mixture was stirred at room temperature. To the flask, 
15 g of a 30% solution of polyethylenelmlne (tradename "P-70* 
available f rom Wako Pure Chemical lnd» Ltd.; number average 
molecular weight : 70 . 000 ) and the mixture was stirred . pH value 
of the polyethylenelmine-added mixture was higher than XI as 
measured by a pH^test paper. 

The flask was dipped in an oil bath maintained at 40^c and 
the content was stirred for 2 hours whereby polyethylenelmlne 
was bound to the fine particle surface. After completion of the 
reaction, the fine particles were separated by a glass filter, 
and washed with an aqueous 0*5N hydrocblorio solution and then 
with pure water to obtain an anion exchanger. 

The anion exchanger was packed in a column having a size 
of 4.6mmI.D. X 5mmL. The adsorption capacity for protein was 
measured by a break-through method. The measuring conditions 
and equipment en^loyed were as follows. 

Pun^s trade name "CCPM-II" available from Tosoh 
Corporation 

Auto -sampler 8 trade name "AS*^S020" available from Tosoh 
Corporation 

Detector: trade name ".UV-8020*' available from Tosoh 
Corporation 

Sample: 10 mg/ml, 'BSA* available from Sigma Co. 

Amount of sample injected: 5 ml 

Measurement wavelength; UV 280 nm 

Elutlng solution: 20 mM trls-HCl buffer (pH: 8.0) 

The adsorption capacity for protein (BSA) was 80 
mgBSA/ml^gel as calculated taking the 10% height of extinction 
change due to protein elution as the break point. 

The above -^mentioned anion exchanger was packed in a column 
having a size of 7.5 mml.D. x 75 mmL. Separation of protein 
was conducted under the following conditions. The equipment 
used was the same as mentioned above. 

Elutlng solutions A: 20 niM tris-HCl buffer (pH: 8.0) 

Bs elutlng solution A -t- 1*0M aqueous 
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sodium chloride 
Gradient: linear gradient transferring from 100% elutlng 
solution A to 100% elutlng solution B over a period of 30 minutes 
Flow rate; 1*0 ml/mln. 
S€Lmple: Ovalbumlne (2 mg/ml) 

Trypsin Inhibitor (2 mg/ml) 
Amount of sample Injected: 20 \Jil 
Measurement wavelength: UV 280 nm 

The test results are shown In cliromatogram (A) In Fig. 
1. As seen from chromatogram (A) « the anion exchanger prepared 
In Example 1 had a large adsorption capacity for protein and 
a high separation performance. The liquid feed pressure In the 
flow paths was 1.2 MPa, and thus, the anion exchanger had good 
liquid permeation characteristics . That Is , a large adsorption 
capacity and high separation performance can be obtained at a 
low liquid feed pressure. 

Example 2 

An anion exchanger was prepared and its adsorption 
capacity for protein was evaluated by the same procedures as 
described in Example 1 wherein polyallylamlne hydrochloride 
having a number average molecular weight of about 100,000 
(available from Nlttobo K*K.) was used instead of 
poyethylenelmlne P-70, and, when the polyallylamlne 
hydrochloride was bound to a fine particle, an aqueous IN sodium 
hydroxide solution was used to adjust the pH value to 11. All 
other conditions remained the same . The adsorption capacity for 
protein of the anion exchanger was 40 mgBSA/ml • gel • 

Three anion exchangers were prepared and their adsorption 
capacities for protein were evaluated by the same procedures 
as described in Example 1 wherein three kinds of 
polyethyleneimlne having a nismver average molecular weight of 
600, 1,800 and 10,000 (available from Wake Pure Chemical Ind. 
Ltd. } were separately used each in an amount of 5g with all other 
conditions remaining the same. The adsorption capacities for 
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protein of the three anion exchangere were as follows. 

Molecular weight of Aflfiotptlon oapaclty 

POlYathYlenelminQ for prat^Atn fm^Hfin/nn tiaTI 
600 42 

1«800 40 

10,000 43 

As seen from the above results, when polyethylenelmlne 
having a molecular weight of 10,000 or lower Is used, the 
adsorption oapaclty for protein Is small. When the molecular 
weight of polyethylenelmlne Is 10,000 or lower, there Is no great 
difference among the adsorption capacity for protein 
irrespective of the magnitude of molecular weight. 

The anion exchanger prepared from polyethylenelmlne 
having a number average molecular weight of 600 was packed In 
a coltimn and separation of protein was tested by the same 
procedures as described in Example 1. 

The test results are shown in chromatogram (B) in Fig. 
1. As seen from Fig. 1, the protein separation effect was poor 
as compared with that obtained in Example 1 (chromatogram (A) ) . 

ComparfltlvQ Exampl a y 

An anion exchanger was prepared and its adsorption 
capacity for protein was evaluated by the same procedures as 
described In Example 2 wherein polyallylamlne having a nxsmber 
average molecular weight of 30 , 000 (available from Nlttobo K.K« } 
was used Instead of the polyallyamlne hydrochloride with all 
other conditions remaining the same. The adsorption capacity 
for protein o£ the anion exchanger was 33 mgBSA/mi-gel. 

An anion exchanger was prepared and its adsorption 
capacity for protein was evaluated by the same procedures as 
described in Example 1 wherein trlmethylamine (available from 
Tokyo Kasei K.KO was used instead of polyethyleneliolne P-70 
with all other conditions remaining the same* The adsorption 
capacity for protein of the anion exchanger was 35 mgBSA/ml • gel . 
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The anion exchanger prepared was paoked In a column and 
protein separation performance was tested by the same procedures 
as described in Example 1 wherein the gradient time was changed 
to 60 minutes with all other conditions remaining the same. 
The test results are shown in ohromatogram (C> in Fig. 1. As 
seen from F±g, 1, the protein separation effect was poor as 
compared with that obtained in Example l (ohromatogram (A)). 

As seen from Fig. 1, the anion exchanger of the present 
invention having polyamine with a large molecular weight bound 
to the surface thereof has a large adsorption capacity^ but, 
disadvantages such as widening of each elution peak of protein 
and elevation of feed pressure are not caused. This contrasts 
markedly with the conventional ion exchanger coniprised of fine 
particles having an ion exchanging polymer chain introduced on 
the surface thereof, which has disadvantages such that the rate 
of adsorption and desorption of an objective sample in liquid 
chromatography is low, the elution peak of an objective sample 
is widened, and the pressure for feeding liquid is increased. 

Advantages of the anion exchanger of the present invention 
are summarized as follows. By the introduction of polyamine 
with a number average molecular weight of at least 50,000, the 
anion exchanger esChibits an enhanced adsorption capacity for 
protein and other objective samples, although the anion 
exchanger is comprised of fine particles. When the anion 
exchanger is used as a packing for liquid chromatography, it 
exhibits good liquid permeability and high perf omance . By good 
liquid permeability, the operation can be conducted at a reduced 
liquid feed pressure* 

That is , when protein or other materials are analyzed by 
using a column packed with the anion exchanger of the present 
invention, a large amount of a sample can be treated in a lot 
without elevation of working pressure, i»e., liquid feed 
pressure. Therefore, trace analysis of a large sample material 
as well as preparative chromatography can be advantageously 
carried out« 
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WHAT IS CLAIMED ISs 



1 . An anion exohanger v;iilch is a fine particle having 
bound to the surface thereof a polyamine having a number average 
molecular weight of at least 50,000* 

2. The anion exchanger according to claim 1, wherein 
the fine particle is a porous particle having pores having an 
average diameter of at least 150 A. 

3 4 The anion exohanger according to claim 1, wherein 
the polyamine is polyethyleneimine« 

4. The anion exchanger according to claim 3, herein 
the polyethylenelmine is bound to the surface of the particle 
through at least one group selected from the group consisting 
of -CHj-CH-CHa- , -CHj- and -CH-. 



/ 5 . A process for producing an anion exchanger of a fine 
partiicle form comprising the step of binding a polyamine having 
a number average molecular weight of at least 50,000 to at least 
one group selected from the group consisting of an epoxy group , 
a halogenated alkyl group and an aldehyde group « present on the 
surface of a fine particle. 

6. The process for producing an anion exchanger 
according to claim 5, wherein the binding of the polyamine to 
the fine particle is carried out by placing the polyamine in 
contact with the fine particle which is dispersed in an aqueous 
liquid medium, in the presence of a base* 

7. A packing for chromatography, which is comprised of 
the polyamine -bound fine particle as claimed in claim 1« 

8. A packing for chromatography, which is comprised of 
the polyamine-bound fine particle as claimed in claim 2 . 

9. A packing for chromatography, which is con^rised of 
the polyamine-bound fine particle as claimed in claim 3. 

10. A packing for chromatography, which is comprised 
the polyamine-bound fine particle as claimed in claUa 4, 

11* A column for chromatography, which is packed with 
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the packing as olalmea in claim 7« 

12. A column for chromatography, which is packed with 
the packing as claimed In claim 8« 

13. A column for chromatography, which Is packed with 
the packing as claimed in claim 9» 

14* A column for chromatography, which is packed with 
the packing as claimed in claim 10. 
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ABSTRACT OF THE DISCLOSURE 

An anion exchanger which is a £lne particle having bound 
to the surface thereof a polyamine, preferably 
polyethyleneimine, having a molecular weight of at least 50,000, 
The anion exchanger can be produced by binding a polyamlne having 
a number average molecular weight of at least 50,000 to a 
functional group such as an epoxy group, a halogenated alkyl 
group and/ or an aldehyde group, present on the surface of a fine 
particle. The anion exchanger is useful as a packing for column 
chromatography . 
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